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© A process for the preparation of lubricating base oils comprising subjecting a waxy raffinate to a pour point 
reducing treatment, and recovering lubricating base oil therefrom, which waxy raffinate has been prepared by 
contacting a hydrocarbon product with hydrogen in the presence of a hydroconversion catalyst, comprising a 
catalytically active metal having hydrogenation/dehydrogenation activity supported on a refractory oxide carrier, 
under conditions such that hydrocracking and hydroisomerisation of the hydrocarbon product occur to yield the 
waxy raffinate, wherein the hydrocarbon product has been prepared by: 

(a) contacting a mixture of carbon monoxide and hydrogen with a hydrocarbon synthesis catalyst at elevated 
temperature and pressure to prepare a substantially paraffinic hydrocarbon wax; and 

(b) contacting the hydrocarbon wax so-obtained with hydrogen in the presence of a hydrogenation catalyst 
under conditions such that substantially no isomerisation or hydrocracking of the hydrocarbon wax occurs to 
yield the hydrocarbon product. 
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M Th 9 : n ter m "very high viscosity index" refers to a viscosity index (V.) above 135, as determined by 
ASTM-D-2270. comprising carbon monoxide and hydrogen by 

molecular weights. hudrnrarbon oroducts from the Fischer-Tropsch synthesis 

,n order to improve the yield of valuable hydr^arbOT products Fiscner . Trop sch products. 

lying mainly in the gasoline, kerosene and gaso.l ranges. upgrading the products of a 

From the variety of aforementioned processes '^ ed l ch rely upon the 

Rscher-Tropsch synthesis, a number of P'*^ No. 4 478 955 

application of hydrotreatment processes m ^. *J^J^ B U ,^ Tro ^ ch synthesis process with 

alcohols and esters are produced. = nec ifications Nos. 4 059 648 and 4 080 397, 

,n an alternative process scheme disclosed ,n US patent «PJ*»Jk£ t0 a ^drotreatment 
the products of a Rscher-Tropsch synthesis subjected to a 

use the Fischer-Tropsch synthesis process to ^^Xantageous to use the Fischer-Tropsch 

in the boiling point ranges of the fuel tactions, rt has been °" n ^dvan«g ^ 
synthesis process to prepare high molecule J^^^ wax having a 

S^JSittTJgZ^^ 2 • — — process to 

mixture of carbon monoxide and hydrogen witt. a cat alyst active ft * d middle 

from carbon monoxide and hydrogen n«* nr -Traosch synthesis to prepare hydrocarbons 

Of particular interest, however, is the ^j'^^^ZTi a Fischer-Tropsch wax. 
suitable for use as lubricating base o or WeTESIS base oils {ro m Fischer-Tropsch 

platinum-containing •» lc »?^Jff5 s „ 56 describes a proce ss for the hydroisomerisation (hydrocon- 
European patent application No. 0 515 25 descr *esa dewaxjng Qf a 
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Tropsch wax. 
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European patent application No. 0 321 303 discloses the preparation of middle distillate products from 
Fischer-Tropsch wax by a hydroisomerisation (hydroconversion) treatment. At least a portion of the bottoms 
fraction from the hydroisomerisation zone is either (a) further processed in a second hydroisomerisation 
zone or (b) fractionated and/or dewaxed for the production of a lubricating oil fraction boiling in the range of 

5 343.3 *C to 510 *C. If desired, oxygenates may be removed from the Fischer-Tropsch wax by distillation. 
The hydroisomerisation catalyst to be used in the first hydroisomerisation (hydroconversion) treatment is a 
platinum on fluorided alumina catalyst which is particularly effective (selective) at converting paraffinic 
Fischer-Tropsch wax to middle distillate material. In particular, this catalyst is reported to be more effective 
than a catalyst containing a zeolite, In particular zeolite beta, as described in Example 3 of this patent 

ro application. 

In contrast to this, the aforementioned European patent application No. 0 515 256 describes in Example 
3 that a zeolite Y catalyst can be as effective (selective) in the preparation of middle distillates from Fischer- 
Tropsch wax as a platinum on silica-alumina catalyst, but that a zeolite Y catalyst is much more active. For 
a conversion of about 40% by weight of Fischer-Tropsch wax to products boiling below 400 6 C, the zeolite 
75 Y catalyst required a reactor temperature of 260 *C, whilst the platinum on silica-alumina catalyst required 
a reactor temperature of 340 ' C. 

A hydroisomerisation (or hydroconversion) process involves both hydrocracking of paraffinic hydrocar- 
bons and izomerisation of linear paraffinic hydrocarbons to branched paraffinic hydrocarbons. If is is desired 
to prepare lubricating base oils, it is advantageous to minimize the hydrocracking activity and to maximize 
20 the hydroisomerisation activity. Nevertheless, some hydrocracking activity is still required to crack the 
heaviest wax molecules to lower boiling products. A disadvantage of a highly active catalyst, such as a 
zeolitic catalyst like zeolite Y, is that normally the hydrocracking activity is still too high and the 
hydroisomerisation activity too low. As will be discussed hereinafter, other molecular sieve catalysts are 
known such as silicoaluminophosphates and other zeolitic catalysts wherein the activity (expressed in terms 
25 of acidity) has been reduced to an alpha-value below 20 or even below 10 or 5. However, these catalysts 
normally do not have sufficient hydrocracking activity. 

Thus, European patent application No. 0 464 547 describes a process for the preparation of high 
viscosity index lubricants from slack wax by a two-step process wherein the first step the slack wax is 
hydrocracked under mild conditions using an amorphous catalyst, in particular a catalyst comprising Ni and 
30 W on a fluorided alumina carrier, and in the second step hydroisomerised using a low acidity zeolite beta 
catalyst, preferably having an alpha value of not greater than 5. 

The alpha value is an approximate indication of the catalytic cracking activity of the catalyst compared 
to a standard catalyst. The alpha test gives the relative rate constant (rate of normal hexane conversion per 
volume of catalyst per unit time) of the test catalyst relative to the standard catalyst which is taken as an 
35 alpha of 1 (Rate Constant = 0.016 sec -1 ). The alpha test is described in United States patent specification 
No. 3 354 078 and in J. Catalysis, 4, 527 (1965); 6, 278 (1966); and 61, 395 (1980) and discussed in 
European patent application No. 0 464 547. The alpha value is determined on the catalyst carrier not 
containing any catalytically active metals. 

For the purposes of this specification the term hydroconversion process as used hereinafter refers to a 
40 process in which hydrocracking reactions and hydroisomerisation reactions occur and which is carried out 
in the presence of a catalyst comprising a refractory oxide carrier. 

The term hydroisomerisation process as used hereinafter refers to a process in which hydroisomerisa- 
tion reactions and hydrocracking reactions occur, but which is carried out after a hydroconversion treatment 
and in which process generally less hydrocracking occurs than in the hydroconversion process. 
45 A disadvantage of hydroconversion catalysts comprising a refractory oxide carrier is the high operating 
temperature which is required, in particular if the catalyst has been used for a prolonged time such as more 
than 2 years. In order to compensate for any catalyst deactivation generally the reaction temperature is 
increased. Above 350 °C and in particular above 400 'C at least part of the Fischer-Tropsch wax is 
converted into undesired aromatic compounds. Accordingly, it would be desirable to be able to provide a 
so process which allows a hydroconversion process to be carried out at an operating temperature well below 
400 W C and preferably below 350 *C, whilst using a catalyst containing a refractory oxide carrier and a 
catalytically active metal having hydrogenation/dehydrogenation activity. 

It has now surprisingly been found that if the Fischer-Tropsch wax (hydrocarbon wax) is first contacted 
with hydrogen in the presence of a hydrogenation catalyst under conditions such that substantially no 
55 hydroisomerisation or hydrocracking of the hydrocarbon wax occurs, the hydroconversion process can be 
operated at a reaction temperature below 400 • C, and even below 350 • C, even after the hydroconversion 
catalyst has been used for a prolonged time, that is for example more than 2 years. As compared with a 
process in which the Fischer-Tropsch wax is contacted with a hydroconversion catalyst without a preceding 
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hydrogenation step, the reaction temperature can be at least 5 • C. preferably at least 10 C tower 

Further it has been found that the hydroconversion catalyst deactivates much slower .n a process 

which involves a preceding hydrogenation step. Thus, the rate of reaction temperature increase requ.red to 

condensate for any loss of catalyst activity can be much slower. 
TuThe7 most surprisingly, it has been found that the process involving a hydrogenation step and a 

hydroconversion step exhibits a higher selectivity to valuable hydrocarbons boiling in the lubr.cat.ng base o.l 

ranae compared with a prior art process comprising only a hydroconversion step. 

9 TheZe the present invention relates to a process for the preparation of lubricating base o.ls 

comprising subjecting a waxy raffinate to a pour point reducing treatment, and recovering a lubricating base 

oZe efrom which waxy Ornate has been prepared by contacting a hydrocarbon product with hydrogen 
heTese ce of a Seroconversion catalyst , comprising a catalytically active metal having ^^hydrogena. 

ion/dehydrogenation activity supported on a refractory oxide carrier, under cond.t.ons such that hydracrac- 

king and hydroisomerisation of the hydrocarbon product occur to yield the waxy raffmate. wherein the 

hydrocarbon product has been prepared by: „.,„i„«* „. 

(a) contacting a mixture of carbon monoxide and hydrogen with a hydrocarbon synthesis catalyst at 
elevated temperature and pressure to prepare a substantially paraffinic hydrocarbon wax; and 

(b) contacting the hydrocarbon wax so-obtained with hydrogen in the presence of a hydrogenation 
catalyst under conditions such that substantially no hydroisomerisation or hydrocracking of the hydrocar- 
bon wax occurs to yield the hydrocarbon product. 

For the purposes of this specification, conditions such that substantially no hydrocracking or 
hydroisomerisation occurs in step (b) of the process of the present invention are defined as such ^conctitions 
that the conversion in step (b) of the fraction of the feed boiling above 370 • C ,n % by weight, to a fract,on 
boiling below 370 -C, is less than 10%. »,», 0 h^ m «r 

in the hydroconversion step conditions such that hydrocracking and hydroisomerisation of the hydrocar- 
bon product occur are defined as such conditions that the conversion as defined heremabove is at least 

15% For the purposes of this specification, the term "substantially paraffinic" when used in connection with 
hydrocarbon wax refers to a hydrocarbon mixture comprising at least 70 %wt (% by weight) paraffins, 
preferably at toSt 80 %wt paraffins. Hydrocarbon wax produced by the process of this invention typically 
comprises at least 90 %wt paraffins, more typically at least 95 %wt paraffins. 

In step (a) of the process of the present invention, a feed comprising a rmxture of carbon — de and 
hydrogen is contacted at elevated temperature and pressure with a catalyst active in the synthes.s of 
Pa3c hydrocarbons. Suitable processes for the preparation of the mixture of carbon monoxde and 
£ are well known in the art and include such processes as the partia. oxidation of methane MypjcjHy 
in the form of natural gas. and the steam reforming of methane. The relative amounts of carbon monoxde 
Lnd hvZen present in the feed may vary over a wide range and may be selected according to ttie 
precise Sa^ and process operating conditions being employed. Typically, the feed contacting the 
atalyst cerises carbon monoxide and hydrogen in a hydrogen/carbon monoxide molar ratio of be, 
2 5 preferably below 1.75. More preferably, the hydrogen/carbon monoxide ratio is ,n the range of from 0.4 
to \ 5 especially from 0.9 to 1.3. Unconverted carbon monoxide and/or hydrogen may be separated from 
the synthesis product and recycled to the inlet of the synthesis reactor. 

Suitable catalysts for use in the synthesis of paraffinic hydrocarbons are known ,n he art. Typ.caHy the 
catalyst comprises, as the catalytically active component, a metal from Group VIII of the 
Z Elements Particular catalytically active metals from Group VIII include ruthenium mcMrt 
nickel For the process of the present invention, a catalyst comprising cobalt as the catalytically active metal 



30 



35 in 



45 

is preferred 



The catalytically active metal is preferably supported on a porous carrier. The porous earner may be 
selected from any suitable refractory metal oxide or silicate or mixture thereof. Particular examples of 
p^d calrs include silica, alumina, titania, zirconia and mixtures thereof. Carriers comprising silica 
so and/or alumina are especially preferred. 

The catalytically active metal may be applied to the carrier by any of the techniques known , , .the art 
for example comulling, impregnation or precipitation. Impregnation is a particularly preferred technique , ,n 
which the carrier is contacted with a compound of the catalytically active metal m the presence of . quid 
most conveniently in the form of a solution of the metal compound. The compound of the active metal may 
55 be inorganic or organic, with inorganic compounds being preferred. ,n particular nitrates. The liquid 
employed may also be either organic or inorganic. Water is a most convenient .quid. 

The amount of catalytically active metal present on the carrier is typ.cally ,n the range of from 1 to 100 
parts by weight, preferably 10 to 50 parts by weight, per 100 parts by weight of carrier material. 
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The catalytically active metal may be present in the catalyst together with one or more metal promoters 
or co-catalysts. The promoters may be present as metals or as the metal oxide, depending upon the 
particular promoter concerned. Suitable metal oxide promoters include oxides of metals from Groups IIA, 
IIIB, IVB, VB or VIB of the Periodic Table, oxides of the lanthanides and/or the actinides. Preferably, the 
5 catalyst comprises an oxide of an element in Group IVB of the Periodic Table, in particular titanium or 
zirconium. Catalysts comprising zirconium are especially preferred. As an alternative or in addition to the 
metal oxide promoter, the catalyst may comprise a metal promoter selected from Groups VIIB and/or VIII of 
the Periodic Table. Preferred metal promoters include platinum and palladium. A most suitable catalyst 
comprises cobalt as the catalytically active metal and zirconium as a promoter. The promoter may be 
10 incorporated in the catalyst using any of the methods discussed hereinbefore with respect to the 
catalytically active component. 

The promoter, if present in the catalyst, is typically present in an amount of from 1 to 60 parts by 
weight, preferably from 2 to 40 parts by weight, per 100 parts by weight of carrier material. 

The hydrocarbon synthesis is conducted under conditions of elevated temperature and pressure. 
75 Typically, the synthesis is effected at a temperature in the range of from 125 to 300 'C, preferably from 
175 to 250 'C. The reaction pressure is typically in the range of from 5 to 100 bar, preferably from 12 to 50 
bar. The synthesis may be conducted using a variety of reactor types and reaction regimes, for example in 
a fixed bed regime, a slurry phase regime or an ebullating bed regime. 

The hydrocarbon wax of the synthesis step (a) is subjected to a hydrogenation treatment in step (b) of 
20 the process of the present invention. The entire effluent of the synthesis stage may be led directly to the 
hydrogenation step. However, it is preferred to separate from the hydrocarbon wax of the synthesis stage 
unconverted carbon monoxide and hydrogen and water formed during the synthesis. If desired, the low 
molecular weight products of the synthesis stage, in particular the C4- fraction, for example methane, 
ethane and propane, may also be removed prior to the hydrogenation treatment. The separation is 
25 conveniently effected using distillation techniques well known in the art. Alternatively, the hydrocarbon wax 
can be separated into a low boiling fraction, boiling for example below 330 *C or below 370 0 C and at least 
one high boiling fraction, boiling above 330 °C or above 370 *C and treat the high boiling fraction in the 
process of the present invention. Separation may be effected using vacuum distillation or alternatively short 
path distillation such as vacuum film distillation (using wiped film evaporators). 
30 In the hydrogenation stage, stage (b), the hydrocarbon product is contacted with hydrogen in the 
presence of a hydrogenation catalyst. Suitable catalysts for use in this stage are known in the art. Typically, 
the catalyst comprises as catalytically active component one or more metals selected from Groups VIB and 
VIII of the Periodic Table of Elements, in particular one or more metals selected from molybdenum, 
tungsten, cobalt, nickel, ruthenium, iridium, osmium, platinum and palladium. Preferably, the catalyst 
35 comprises on or more metals selected from nickel, platinum and palladium as the catalytically active 
component. 

A particularly suitable catalyst comprises nickel as a catalytically active component. 

Catalysts for use in the hydrogenation stage typically comprise a refractory metal oxide or silicate as a 
carrier. Suitable carrier materials include silica, alumina, silica-alumina, zirconia, titania and mixtures thereof. 
40 Preferred carrier materials for inclusion in the catalyst for use in the process of this invention are silica, 
alumina, silica-alumina, and diatomaceous earth (kieselguhr). 

The catalyst may comprise the catalytically active component in an amount of from 0.05 to 80 parts by 
weight, preferably from 0.1 to 70 parts by weight, per 100 parts by weight of carrier material. The amount of 
catalytically active metal present in the catalyst will vary according to the specific metal concerned. One 
45 particularly suitable catalyst for use in the hydrogenation stage comprises nickel in an amount in the range 
of from 30 to 70 parts by weight per 100 parts by weight of carrier material. A second particularly suitable 
catalyst comprises platinum in an amount in the range of from 0.05 to 2.0 parts by weight per 100 parts by 
weight of carrier material. 

Suitable catalysts for use in the hydrogenation stage of the process of this invention are available 
50 commercially, or may be prepared by methods well known in the art, for example the methods discussed 
hereinbefore with reference to the preparation of the hydrocarbon synthesis catalyst. 

In the hydrogenation stage, the hydrocarbon wax is contacted with hydrogen at elevated temperature 
and pressure. The operating temperature may typically range from 100 to 300 *C, more preferably from 
150 to 275 °C, in particular from 175 to 250 °C. Typically, the operating pressure ranges from 5 to 150 
55 bars, preferably from 10 to 50 bars. Hydrogen may be supplied to the hydrogenation stage at a gas hourly 
space velocity in the range of from 100 to 10000 Nl/l/hr, more preferably from 250 to 5000 Nl/l/hr. The 
hydrocarbon wax being treated is typically supplied to the hydrogenation stage at a weight hourly space 
velocity in the range of from 0.1 to 5 kg/l/hr, more preferably from 0.25 to 2.5 kg/l/hr. The ratio of hydrogen 
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to hvdrocarbon wax may range from 100 to 5000 Nl/kg and is preferably from 250 to 3000 Nl/kg. 

t^XgeZZ stage is operated under conditions such that substantially no 'somensahon^ 
hvdrocLking o^the feed occurs. The precise operating conditions required to achieve the desired degree 
rfStaSSta whhout substantia, hydrocracking or hydroisomerisation occurring w.,, vary according to 

s 1 comSon of the hydrocarbon wax being fed to the hydrogenation stage and the particular catalyst 
As outlined hereinbefore, as a measure of the severity of the cond.fons prevaHmg >*r he 
Sgenation stage and, hence, the degree of hydrocracking and isomerisation occurring, the degree of 
SSSSZTSflSSed hydrocarbon may be determined. In this respect, conversion, ,n percent, is defined 
afie ircen weight of the fraction of the feed boiling above 370 -C wh,ch ,s converted during the 

,o TydrngeSto a fraction boiling below 370 -C. The conversion of the hydrogenafon stage ,s below 10%, 

^^■cTS'SS — ^ Mrocar.cn product leaving the hydrogenation stage 
sub luntia.1 SnTsts of high' molecular weight, paraffinic hydrocarbons having a boiling port range nrthn 
andtbove mat o lubricating base oils. Lubricating base oils typically have a 5% by we.ght boOmg point of 
,s aneast 33C r C, preferably at least 370 • C. The boiling point range of lubricating base oris may range up to 
elo-C preferably up to 600 -C. It will be appreciated that the above boiling pcnts and bo.Hng point 
fanoes Prefer to bo ng'pl (ranges) at atmospheric pressure. At least a part of this hydrocarbon produc .s 
subjected Z the hydroconve sion step of the process of this invention, to yield the waxy raffinate. If desired 
he en fre Sf luen of the hydrogenation stage may be led directly to the hydroconversion stage. However i 
20 s orefe red tc separate the low molecular weight hydrocarbons, especially the C<- fract.on, from the hgher 
LC^Z^rbons prior to the hydroconversion stage. The separation may be conv = t^ 
Sieved using distillation techniques well known in the art. At least a part of the rema.mng Cs ♦ fract,on of 
the hvdrocarbon product is then used as feed for the hydroconversion stage. 

b ^rhydroconversion stage, waxy raffinate is prepared from the hydrocarbon product of the 
hvd lenatior stege by hydrocracking and hydroisomerising the product with hydrogen ,n the presence of a 
SftabrcSHypically. the catalyst comprises as catalytical.y active component one or more metals 
se ected fron ^ Group VIB and VII. of the Periodic Table of Elements, in particular one or more metals 
selecfed from molybdenum, tungsten, cobalt, nickel, ruthenium, iridium, osmium, platinum anc pa.lad.ura 
£Z£^*E* comprises one or more meta.s se.ected from nickel, platinum and P*^»»«» 
caSSy active component. Catalysts comprising platinum as the catalytical.y act,e component have 
been found to be particularly suitable for use in the hydroconversion stage 

Catalvsts for use in the hydroconversion stage typically comprise a refractory metal ox.de as a carrier 
SuitaS cJri? materia s include silica, alumina, silica-alumina, zirconia. titania and mixtures thereof. 
*Z ed Ser materials for inclusion in the catalyst for use in the process of th.s .nvent.on are I ca. 
35 alinf anH lea-alumina. A particularly preferred catalyst comprises platinum supported on a srf.ca- 
alum na carrier If desired, the acidity of the catalyst carrier may be enhanced by applying a halogen 
S in p S cular fluorine, or a phosphorous moiety to the carrier. This may be especially preferred ,f the 
caX carrier itself is no. acidic, for example if the catalyst carrier contains alurnine .or sj.c*. 

The catalyst may comprise the catalytically active component .n an amount of from 0 05 tc 8 parts by 
^ weiaht o^e erably from 0 1 to 70 parts by weight, per 100 parts by weight of earner material. The amount of 
SaCcSrJ aSve metal present in the catalyst will vary according to the specific metal concerned A 
paSaX pSred catalyst for use in the hydroconversion stage comprises platinum in an amoun ,n , the 
range of from 0.05 to 2 parts by weight, more preferably from 0.1 to 1 parts by we.ght. per 100 parts by 

« ^ITJII!^ use in the hydroconversion stage of the process of this invention are available 
45 commeSy of may £ prepared by methods well known in the art. for example the methods discussed 
hereinbefore with reference to the preparation of the hydrocarbon synthesis catalyst. 
T the hyXoconversion stage of this process, the hydrocarbon product of the hydrogenation stage s 
con faced 6 SnTydro en in the presence of the catalyst at elevated temperature , an Really. 
ln», S ftJ necessarv to yield the waxy raffinate will lie in the range of from 175 to 380 O. 
50 oTefeZ ETioTSTa n£ preferabl/from 250 to 330 'C. The pressure typically applied ranges 
from To to Z bars, m0 re preferably from 25 to 250 bars. Hydrogen may be suppled at a gas hourly 
space ^veLty of from 100 to 10000 MM*, preferably from 500 to 5000 Nl/l/hr. The hydrocarbor .feed may 
b rprovided at a weight hourly space velocity of from 0.1 to 5 kg/l/hr, preferably from 0 25 * * "J^* 
55 Sio of Sdrogen to hydrocarbon feed may range from 100 to 5000 Nl/kg and is preferably from 250 to 

250 As N Scussed hereinbefore in connection with the hydrogenation stage, the degree of hydrocracking and 
isomerism Occurring in the hydroconversion stage may be measured by deferring the degree of 
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conversion of the fraction boiling above 370 *C, as hereinbefore defined. Typically, the hydroconversion 
stage is operated at a conversion of at least 20%, preferably at least 25%, but preferably not more than 
50%, more preferably not more than 45%. 

The hydrogen required for the operation of both the hydrogenation and the hydroconversion stages 
5 may be generated by processes well known in the art, for example by the steam reforming of a refinery fuel 
gas. 

The waxy raffinate is then subjected to a pour point reducing treatment to reduce the pour point to at 
least -12 0 C, preferably at least -18 *C, more preferably at least -24 0 C. 

Pour point reducing treatments are well known to those skilled in the art and include solvent dewaxing, 

w catalytic dewaxing, (hydro) isomerisation (dewaxing) and/or addition of pour point depressing agents. The 
latter treatment is generally not preferred in the preparation of lubricating base oils as additives contained in 
a base oil may deteriorate rather quickly and blending of different base oils and additive packages to 
prepare a finished base oil may become a problem. 

Catalytic dewaxing is well known to those skilled in the art. In a catalytic dewaxing process straight 

75 chain paraffins and slightly branched paraffins are cracked to products boiling below the lubricating base oil 
boiling point range. However, the catalysts which are employed are not fully selective to wax molecules 
only. In fact also branched paraffins having a very high VI and a sufficiently low pour point are cracked to 
lower boiling products. Thus, cracking of those compounds to products boiling below the lubricating base oil 
range results in lubricating base oils having a lower VI than lubricating base oils which have been prepared 

20 by a solvent dewaxing process. Further, as compared with solvent dewaxing, lubricating base oils are 
prepared in lower yield. Nevertheless, catalytic dewaxing is being applied commercially as generally the 
operation of the process is cheaper than operation of a solvent dewaxing process. 

Catalysts which can be used in a catalytic dewaxing process include zeolites having a constraint index 
from 1 to 12, in particular of the MFI structure type, such as ZSM-5, -11, -22, -23, -35 as well as Ferrierite 

25 and composite crystalline silicates described in European patent application Nos. 0 100 115, 0 178 699 and 
0 380 180. Another suitable catalytic dewaxing catalyst comprises mordenite. If desired, waxy raffinate feed 
can be separated into various fractions and the various fraction can then be treated separately using 
different dewaxing catalysts, as disclosed in European patent application No. 0 237 655 and also European 
patent application No. 0 161 833. The catalysts typically contain at least one catalytically active metal 

30 chosen from Groups Vlb, Vllb and VIII of the Periodic Table of the Elements. 

The catalytic dewaxing process is typically carried out at a temperature from 200 *C to 500 *C, a 
hydrogen pressure from 5 to 100 bar, a space velocity from 0.1 to 5 kg/l/h and a hydrogen/oil ratio from 100 
to 2500 Nl/kg. 

Solvent dewaxing is well known to those skilled in the art and involves admixture of one or more 

35 solvents and/or wax precipitating agents with waxy raffinate and cooling the mixture to a temperature in the 
range of from -10 ° C to -40 • C, preferably in the range of from -20 ' C to -35 • C, to separate the wax from 
the oil. The oil containing the wax is usually filtered through a filter cloth which can be made of textile 
fibres, such as cotton; porous metal cloth; or cloth made of synthetic materials. 

Examples of solvents which may be employed in the solvent dewaxing process are C3-C6 ketones (e.g. 

40 methyl ethyl ketone, methyl isobutyl ketone and mixtures thereof), Cs-Cio aromatic hydrocarbons (e.g. 
toluene), mixtures of ketones and aromatics (e.g. methyl ethyl ketone and toluene), autorefrigerative 
solvents such as liquefied, normally gaseous C2-C4 hydrocarbons such as propane, propylene, butane, 
butylene and mixtures thereof. Mixtures of methyl ethyl ketone and toluene or methyl ethyl ketone and 
methyl isobutyl ketone are generally preferred. 

45 The solvents may be recovered from the wax and the lubricating base oil by filtration and recirculation 
of the solvents into the process. It will be appreciated that although solvents are recirculated the process is 
still rather expensive as a large amount of solvents is required and cooling of the waxy raff inate/so! vent 
mixture requires much energy. 

The wax that is separated in the solvent dewaxing process may be recycled to the hydroconversion 

50 stage, or alternatively, may be sent to a hydroisomerisation stage if for example, the pour point reducing 
treatment involves both a solvent dewaxing stage and a hydroisomerisation stage. The wax may be 
subjected to a deoiling treatment prior to recycling. Another possibility is to fractionate the wax and sell one 
or more of the fractions on the wax market. Fractionation is typically effected using short path distillation. 
A very suitable pour point reducing treatment comprises a hydroisomerisation treatment, in the art 

55 sometimes referred to as isomerisation dewaxing or iso-dewaxing. The hydroisomerisation treatment 
typically comprises contacting the waxy raffinate with hydrogen in the presence of a hydroisomerisation 
catalyst. As compared with a solvent dewaxing treatment the hydroisomerisation treatment is cheaper to 
operate and the hydroisomerisation treatment does substantially not suffer from the disadvantages of 
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hy d,c«omorisation »««™ cM " p B a ^* *»Tbul also . km pour point. « «» be appealed 

Jet in order to achieve this the acidity of * e ^.^^ordingly. in a preferred embodiment the 
20. Preferably the catalyst <"^*™^J^^ an alpha value below 20. more preferably 
nydroisomerisation catalyst composes a '«^J%mM conditions of the alpha test to be used to 
below 10. even more preferably ^" ^ ^ ant tem ^ e ^ 538 ' C ™ 

determine the alpha values referred to in this specir cawr 

Sow rate'as described in ^^^^'Z^^Q ■" nydroisomerisation duty, is a 
,n one embodiment of the invention, the ™^ r J**£ ? 0 more preferably at least 30. A zeolite 
zeolite, preferably having a si.ica/alumma molar raboof *** JOm ^ & ^ M ^ na 

having a high silica/alumina ratio ^Z^Z^eS oi the zeolite at a high silica/alumina rat.0 
ratio. A high silica/alumina rate W***^ 9 ^ metnods are we „ kn0 wn to those skilled n the 
and/or by a dealumination treatment another trivalent eleme nt such as boron wh.ch 

» art. Alternatively, framework aluminium may be replacea oy 

results in a lower level of acidity. 2 mordenite and zeolite beta, more 

Preferably, the molecular sieve ^T^^Si may be obtained by synthesis of a highly 
preferably zeolite beta. The low acidity forms 50 or by steaming zeolites of lower s.l.ca- 

siliceous form of the zeolite, e.g. with a si. «Mm of . portion of the framework 
25 alumina ratio to the requisite ac,d,^ ^ P boron . Preferably , the zeolite contains 

aluminium of the zeolite wrth anothe trivalen ^« m ^ 5 |east a5% by weight. The zeolite also 

framework boron, typicaliy at least ^^T*^^^ part of the framework constituting the 

used in the process of the present r^J^J^S, » by weight. The silica/alumina ratio of 

preferred. The zeolite is usually oj^dT* eSruTng zeolite with the binder are known to those 
preferably from 50 to 80% by weight. Methods for extrua.ng 

-TJSr embodiment of the .venter ^J^^ 
45 TTTw r»^£V£iZ~ Aluminophosphates have the advantage of an 

irSnsically lower acidity as ^P^!^"^ t0 aluminophosphates is to be understood as referee 
For the purposes of this specrf.cat.on reference 10 ~P min P ophosphate s, silico-aluminophosphates, 
to the class of aluminophosphates. that aluminophosphates and si..co-al- 

50 metallo-silico-aluminophosphates as well as non metal 

uminophosphates. . . acjdity and therefore the aluminophosphate is 

Preferably, the molecular sieve has at lert ^some <^»? » y f ^ present in the framework of 
chosen from the group of — or m eta.lo-si.ico-aluminophosphates. 
the aluminophosphate is not a tr.va.en meta a » a P silico -aluminophosphate. 
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have been described in international patent application No. WO 90/09362. In a particular preferred 
embodiment of the invention, the hydroisomerisation catalyst comprises a silico-aluminophosphate of 
structure type 11, and having a special silica/alumina distribution over the crystalline particle. In particular, 
the silico-aluminophosphate molecular sieve is characterised by an X-ray diffraction pattern according to 
5 Table I. 

TABLE I 



70 



75 



dhki 


l/lo * 1 00 


9.41-9.17 


m 


4.37-4.31 


m 


4.23-4.17 


vs 


4.02-3.99 


m 


3.95-3.92 


m 


3.84-3.81 


m-s 


m = 20-70 ! 
s = 70-90 
vs = 90-100 



wherein l/lo * 100 is the relative intensity, where l 0 is the intensity of the strongest line, and d is the 
interplanar spacing in angstroms corresponding to the recorded lines. X-ray powder diffraction patterns can 
be determined by standard techniques, using K-alpha/doublet copper radiation. 

The silico-aluminophosphate is further characterised by a P2O5 to alumina molar ratio at the surface of 

0. 80 or less and a P2O5 to alumina ratio of the bulk of the silico-aluminophosphate is 0.96 or greater, and 
the silica to alumina mole ratio at the surface is greater than in the bulk of the silico-aluminophosphate. This 
silico-aluminophosphate is known in the art as SM-3. Preparation of SM-3 has been disclosed in interna- 
tional patent application No. WO 91/13132. 

In yet another embodiment of the invention, the isomerisation catalyst comprises an inorganic, non- 
layered, porous, crystalline phase material as described in international patent application No. WO 
93/02161. 

The hydroisomerisation catalyst typically comprises a catalytically active metal having hydrogena- 
tion/dehydrogenation activity, such as those of Groups Vlb and VIII. Preferably, the hydroisomerisation 
catalyst comprises a Group VIII metal, in particular a Group VIII noble metal such as platinum and/or 
palladium. Means for incorporating the metal into the catalyst carrier, comprising a molecular sieve as 
described hereinbefore, are well known to those skilled in the art and have been described hereinbefore. 
The amount of noble metal is typically in the range of from 0.5 to 5% by weight of the total catalyst, 
preferably in the range of from 0.5 to 2% by weight. 

in the hydroisomerisation stage of this process, the waxy raffinate is contacted with hydrogen in the 
presence of a catalyst as described hereinabove at elevated temperature and pressure. Typically, the 
temperatures necessary to yield the lubricating base oil will lie in the range of from 175 to 380 •C, 
preferably from 200 to 350 *C. The pressure typically applied ranges from 10 to 250 bars, more preferably 
from 25 to 250 bars. The waxy raffinate may be provided at a weight hourly space velocity of from 0.1 to 20 
kg/l/hr, preferably from 0.1 to 5 kg/l/hr. 

The finished lubricating base oil preferably has a pour point of less than -15 *C, more preferably less 
than -20 *C and a VI of more than 135, preferably more than 140. Preferably, it should not be necessary to 
treat the hydrogenated hydroconverted hydroisomerised lubricating base oil with an additional pour point 
reducing treatment. However, it may be desired to isomerise the waxy raffinate to an intermediate pour 
point and solvent dewax the isomerized waxy raffinate to the final pour point. 

Claims 

1. A process for the preparation of lubricating base oils comprising subjecting a waxy raffinate to a pour 
point reducing treatment, and recovering a lubricating base oil therefrom, which waxy raffinate has been 
prepared by contacting a hydrocarbon product with hydrogen in the presence of a hydroconversion 
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bon wax occurs to yield the hydrocarbon product, 
less than 1 .75. more preferably of from 0.4 to 1 .5. 

thereof, most preferably silica or alumina. 

, a . — > - rss ^-rsswssss 

preferably titanium or zirconium. 



from 175 to 250 -C. 



30 



12 to 50 bars. 

as 8. A process as — . an, Sl"^ 



45 150to 275 *C 



50 



55 



50 bars. 

« A p^sss as . anv -» — — " " ~ " " " 

10%, more preferably below 5%. 
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a catalytically active metal, preferably one or more of nickel, platinum and palladium. 

15. A process as claimed in any preceding claim, characterised in that the hydroconversion catalyst 
comprises a carrier, preferably selected from silica, alumina, silica-alumina, titania, zirconia and 

5 mixtures thereof, preferably silica, alumina or silica-alumina. 

16. A process as claimed in claim 15, characterised in that the hydroconversion catalyst comprises a 
halogen-containing carrier. 

to 17. A process as claimed in any preceding claim, characterised in that the hydrocarbon product is 
contacted with the hydroconversion catalyst at a temperature of from 175 to 380 °C, preferably from 
250 to 350 

18. A process as claimed in any preceding claim, characterised in that the hydrocarbon product is 
75 contacted with the hydroconversion catalyst at a pressure of from 10 to 250 bars, preferably from 25 to 

250 bars. 

19. A process as claimed in any preceding claim, characterised in that in the hydroconversion step 
hydrogen is provided at a gas hourly space velocity of from 100 to 10000 Nl/l/hr, preferably from 500 to 

20 5000 Nl/l/hr. 

20. A process as claimed in any preceding claim, characterised in that in the hydroconversion step the 
conversion is at least 20%. 

25 21. A process as claimed in any preceding claim, characterised in that the pour point reducing treatment 
comprises contacting the waxy raffinate with hydrogen in the presence of a hydroisomerisation catalyst. 

22. A process as claimed in claim 21 , characterised in that the hydroisomerisation catalyst comprises a 
molecular sieve and the catalyst has an alpha value below 20, preferably below 10. 

30 

23. A process as claimed in claim 22, characterised in that the molecular sieve is a zeolite, preferably 
having a silica/alumina molar ratio of at least 10. 

24. A process as claimed in claims 22 or 23, characterised in that the molecular sieve is chosen from the 
35 group of ZSM-12, mordenite and zeolite beta, preferably zeolite beta. 

25. A process as claimed in claim 22, characterised in that the molecular sieve is an aluminophosphate. 

26. A process as claimed in claim 25, characterised in that the aluminophosphate is a silico-al- 
40 uminophosphate. 

27. A process as claimed in claim 25 or 26, characterised in that the aluminophosphate is chosen from the 
group of structure types 11, 31 and 41, preferably structure type 11. 

45 28. A process as claimed in any one of the preceding claims, characterised in that the hydroisomerisation 
catalyst comprises a catalytically active metal selected from Groups VIB and/or VIII of the Periodic 
Table of the Elements, preferably one or more Group VIII noble metals. 

29. A process as claimed in any one of the preceding claims, characterised in that the pour point reducing 
so treatment comprises a solvent dewaxing treatment or a catalytic dewaxing treatment. 

30. A lubricating base oil whenever prepared by a process as claimed in any preceding claim. 
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